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filter, and to the filtrate add ammonia until a precipitate forms which does not disappear on stirring. The neutralized solution is treated with 3 cc. of concentrated nitric acid, which should suffice to redissolve the precipitate and give a clear, amber-colored liquid, not red in tint. The solution is then heated to about 70° C., the molybdate solution added, and the mixture shaken for five minutes. Allow the precipitate to settle, collect it on a weighed filter, and wash with water containing 2 per cent, of nitric acid. Dry in the air-bath at 120° C. for thirty minutes after all visible moisture has disappeared, and weigh.rmanganate method, as described in Blair's "Chemical Analysis of Iron," second edition, is also used, deoxidizing by zinc.   When titanium is present, use acid ammonium sulphate. Determination of Manganese in Iron Ores and Pig Iron
